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® Modification of LCP film by nip rolls. 

<S) A method for reducing the anisotropy of an LCP film and producing a film having modified or more balanced 
fooeZ TrJ f im is calendered by one or more nip rolls in the transverse direction at a temperature suff aent 
the i Dolvmer film so that it will flow under pressure from the rolls, but not so h.gh as to melt the 
^ The ^^1^™ may be set to produce various drawdown ratio, Generally, the greater « 
the drawdown ratio, the greater is the modification in the film's properties. 
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The present invention relates to the modification and Improvement of liquid crystal polymer ("LoP") 
film particularly where such modification is accomplished by pressing the film with a roll. 

Polvmers having a liquid crystal structure, and films made therefrom, are well-known in the an. ror 
example see U.S Patents Number 3,991.013. 3,991.014. 4,066.620, 4,067,852. 4,075.262, 4,083,829, 
4^586 ^18372 4,130,545, 4.267.289. 4.276.397. 4.330.457, 4.339.375, 4.341.688. 4.351.917, 
4 351 918 47355132 4,371.660, 4.375.530, 4,460.735, 4.460.736. 4.473.681. 4.489.190, 4,581,443, 
4 67^969, 4.673.591, 4.726.998. 4,752.643. 4,770.777, 4.772,421. 4.857,255, 4.898,924. and 4.913.867. the 
disclosures of which are herein incorporated by reference. 

LCP films develop a high degree of anisotropy when they are extruded; the crystalline domains tend to 
line up or orient themselves in the machine direction. This anisotropy causes the film to exhibit different 
properties in the machine direction than in the transverse direction; e.g., the strength of the film ,s 
siqnificantly less in the transverse direction. Because of this. LCP films are not suitable for some purposes. 

To overcome the imbalance in the properties of oriented LCP film, several techniques have been 
developed to biaxially or multiaxially orient such films; in each case, the object is to reduce the degree of 
anisotropy in the film. For example. U.S. Pat. No. 4.898,924 describes blowing, rotational shearing, and 
cross-stretching. These methods each have advantages and disadvantages. Some of the limitations of these 
and other techniques presently in use include: poor control of the final thickness and/or degree of 
orientation of the film; lack of simplicity; high cost; and. the need for special equipment dedicated to the 
practice of the technique. 

The present invention is a method for reducing the anisotropy of a polymer film by press.ng or 
calendering the film with a roll; preferably, the film passes between two nip roils. The film is most preferably 
rolled in the transverse direction. The roll(s) is heated to a temperature sufficient to soften the polymer so 
that it will flow under pressure from the roll(s). The roll pressure and roll gap may be adjusted as desired to 
produce a suitably balanced film. 

An important object of the present invention to provide a new method for reducmg the anisotropy of an 
LCP film and producing a film having more balanced properties. 

Other objects of the present invention will be apparent to those skilled in the art from the follow.ng 
description and the appended claims. 

In one embodiment according to the present invention, an LCP film is extruded by conventional 
methods, producing a highly anisotropic film oriented in the machine direction. This film is then fed in the 
transverse direction between two heated nip rolls. The rolls are spaced so that the gap is smaller than the 
thickness of the oriented film, and are preset to apply a pressure sufficient to maintain the desired roll 
spacing. The exact gap size and pressure used depends upon the desired degree of calendering and the 
nature of the material being processed. . 

In one preferred embodiment of the method of this invention, a release film is used. A release film is a 
film that will not adhere to either the roll or the LCP film, and which is placed therebetween to prevent the 
LCP film from sticking to the roll. The use of a release film introduces another variable that affects the 
ultimate thickness of the LCP film; the thicker the release film is. the smaller the gap will be through wh.ch 
the LCP may pass, and the thinner the LCP film will be after calendering. 
40 The temperature of the rolls is high enough to soften, but not liquify, the polymeric film so that rt w.l 
deform and flow under pressure from the rolls. The exact temperature chosen will depend upon the type of 
LCP being calendered; the invention is not limited to any particular temperature or temperature range. 
Those skilled in the art will know, or easily be able to determine, the appropriate temperatures to use for 
various LCP films. These temperatures will usually, but not necessarily, fall somewhere between about 
45 1 50 *C and about 270" C. . 

Temperatures in the approximate range of 200-240 "C are typ.cally surtable .n the pract.ce of this 

'"^TrTpresent invention may be practiced on a film comprising either a single liquid crystal polymer or a 
blend of polymers. Any anisotropic polymer or polymer blend may be modified by this method, including 
an anisotropic blend comprising an LCP and a non-LCP. as well as filled resins, coextrudates. and 

laminates. , , , , . .. . ,. „ 

The LCP film fed into the nip rolls may have virtually any thickness before calendenng, provided the 
calendering equipment is suitably chosen or designed to accommodate the film being calendered. Those 
skilled in the art will know or readily be able to determine for each LCP whether a particular film thickness 
may be calendered as taught herein. The precaiendered thickness of the film may affect somewhat the 
drawdown ratios that are practical in practicing the invention, but generally the drawdown ratio * only 
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limited by the versatility of the roiling equipment used. Of course, if a film is rolled too thin, holes may 
appear; the practical limit for thinness is dependent upon the type of LCP film and the uniformity with which 
the equipment calenders the film. 

LCP film may be calendered in any direction. However, calendering in the transverse direction, 

5 perpendicular to the machine direction, is preferable in the practice of this invention. The film may also be 
modified to a lesser extent by calendering diagonally, in a direction inbetween the transverse direction and 
the machine direction. It is recommended to calender in a direction as close to the transverse direction as 
possible. Calendering in the machine direction is not recommended, since it cannot be expected to provide 
the desired significant reduction in anisotropy and improvement in properties. 

70 The present invention may produce a variety of benefits or modifications to an LCP film. These 
changes will depend qualitatively and quantitatively upon the nature of the film and the calendering 
parameters used in practicing the invention. Examples of potential modifications include: improved tear 
resistance, tear propagation resistance, tensile strength and modulus in the transverse direction; more 
balanced coefficient of expansion; reduced elongation; reduced shrinkage; thin films having uniform 

is thickness. 

The degree of modification of the film treated according to the method of this invention generally 
increases as the drawdown ratio increases; the drawdown ratio is the ratio of the film thickness prior to 
calendering in accordance with the invention to the film thickness after calendering. 

An interesting modification for certain mechanical and electronic applications is the effect that the 

20 method of this invention can have on the coefficient of thermal expansion ( n CTE n ) of an LCP film. Not only 
can a film having a more balanced CTE be made, but by carefully choosing the LCP composition and 
thickness and the drawdown ratio it is possible to obtain a film having a CTE in both directions that closely 
matches that of a chosen material, e.g., copper, aluminum, steel, glass, and the like. Where the film is to be 
used in conjunction with such a chosen material, it is often very advantageous to have similar CTE values. 

25 The following Examples illustrate the invention, although the invention is not limited to the embodiments 
illustrated. 

Example I 

30 Conventionally extruded films of a polymer which is the co-polymerization product of hydroxynaphthoic 
acid and hydroxybenzoic acid monomers, commercially available from the Hoechst Celanese Corporation 
under the tradename Vectra (R) (Grade A910), were calendered, on heated nip rolls; some samples were 
rolled in the transverse direction and others in the machine direction. 

The roll temperature was 253 "C and the roll speed was 16 inches per minute. Two different such films 

35 were calendered: film A which was 2.6 mils thick after extrusion; and film B which was 9.5 mils thick after 
extrusion. 

A polyimide release film was used to prevent the Vectra (R> from sticking to the rolls. The roll gap and 
release film thickness were adjusted to vary the drawdown ratio ("DDR") of the film; the DDR is defined as 
the ratio of the thickness of the film as extruded to the thickness of the calendered film. 
40 Transverse calendering increased the transverse direction modulus and tensile strength, with greater 
increases in these properties occurring at higher DDRs. Machine direction modulus and strength were 
reduced, suggesting a lower degree of orientation in the machine direction. Tensile elongation decreased in 
both directions. 

Machine direction rolling caused either a reduction or no change in the transverse direction tensile 
45 strength and modulus, and great decreases in machine direction strength and modulus. Elongation was 
reduced in both directions. 

Hot air shrinkage at 190* C was measured on uncalendered film B and on some calendered samples. 
Although the changes may not be statistically significant, it appears that transverse direction rolling 
decreases shrinkage while machine direction rolling increases shrinkage. 

so The thermal expansion coefficient ( W CTE W ) was measured over a temperature range of -100 to 200 *C. 
Uncalendered film B had a CTE of 22 ppm/'C in the machine direction, close to copper at 17. The 
transverse CTE was 331 , which is very high. Transverse rolling reduced the transverse CTE and raised the 
machine direction CTE, producing a more balanced film. A 5 mil film with CTEs of 4 and 76 that is 
transversely roiled to a DDR of about two could have a CTE close to copper in both directions. Machine 

55 direction roiling had similar but lesser effects on the CTE in both directions. 
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Rim B samples were tested with both the Eimendorf tear test and a tear propagation test. The machine 
direction tear strength decreased from 8.2 g/mii to 6.7 after transverse rolling and increased to 10.5 after 
machine direction rolling. Transverse tear strength could not be measured because the film samples tore in 
the machine direction. 

5 In the tear propagation test, an initial slit was made in the film and an instron used to measure the force 

needed to continue the tear. Film B had a machine direction value of 9.1 g/mil, but none in the transverse 
direction because the film tore in the machine direction. Transverse calendering improved both values, 
while machine direction rolling only improved the transverse tear propagation value. 

Table I summarizes the results of this experiment. Fig. 1 shows the relationship between DDR and 

w transverse tensile strength due to transversely calendering the film in this experiment. 



Table I 
(Machine/Transverse) 

75 TTnY-ollorf Transv. Unroll 



Thickness 

(mils): 2.6 0.65 9.5 

20 Drawdown 

ratio; 4.0 
Elong. 

{%): -/27 -/ll 8..1; 

25 Modulus 

(Mpsi): ~/-25 -/.54 -99y 

Strength 

(Kpsi) : -/7.2 -/23 56y 
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Shrinkage 

at 190°C: -.03/.: 
CTE 

(ppra/OC) : , 22/331 

Elm. tear 

(g/mil): 8.2/- 
Tear propagation 

(g/mil) : 9.1/0 



iransv • 


wdcn . air 


rolled B 


rolled B 


6.3, 7.6 


6.6, 7.7 


1.5, 1.2 


1.4, 1.2 


5.2/7.6, 


4.4/8.8, 


4.4/4.0 


3.8/7.5 


.36/ .40, 


.24/. 16, 


.30/. 18 


. 31/ . 11 


22/14, 


11/8.1, 


10/7.4 


10/7.6 


-.08/ .06 




0/-0.7 


-.25/ .83 


172/212 


97/304 


6.7/- 


10. 5/- 
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8 .3/10 



Example II 

Film samples made from Vectra (R> were calendered in the transverse direction between two nip rolls at 
a temperature of 220 *C. In, each case, the gap was adjusted to achieve a film thickness reduction of about 
so 30%. TTiese samples included both unfilled Vectra {R) A950 and mineral-filled Vectra <R) A540 (both grades 
are available from Hoechst Celanese Corporation). 

The calendered samples showed a marked increase in elongation, tensile strength, and modulus in the 
transverse direction, but little or no improvement in these properties in the machine direction. The results 
are presented in Table II. 
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Table II 



Before/ After Thickness Strength Modulus Elongation 
Treatment (mils) (Kpsi) (Mpsi) % 
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MD 
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MD 


TD 
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Unfilled 


















Before 


21.2 


22.0 


31 


5.4 


1.6 


.28 


3.9 


4.7 


After 


14.3 


14. 1 


36 


9 . 1 


1. 6 


. 46 


4 . 0 


6 . 5 


% Change 


-33 


-36 


16 


69 


0 


64 


3 


38 


Before 


15. 6 


18.0 


56 


5.6 


4.0 


.26 


1.8 


5.8 


After 


11.3 


10, 8 


55 


12 


3 . 8 


. 52 


1. 3 


7.0 


% Change 


-28 


-40 


-2 


114 


-5 


100 


0 


21 


Before 


7.5 


8.9 


80 


3.3 


5.8 


.25 


1.5 


1.8 


After 


6.1 


6.9 


75 


6.7 


5.7 


.34 


1.4 


4.8 


% Change 


-19 


-22 


-6 


103 


-2 


36 


-7 


167 


Mineral-Filled 
















Before 


22.5 


23.0 


8 


3.2 


1.3 


.50 


1.2 


1.0 


After 


16. 1 


14.5 
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4.8 


1.8 


.72 


1.4 


1.2 


% Change 


-28 


-37 


12 


50 


38 


44 


17 


20 


Before 


18. 5 


19.0 


14 


1.7 


2.0 


.54 


1.5 


0.3 


After 


15. 1 


13.1 


15 


4.7 


1.6 


.55 


2.5 


1.6 


% Change 


-18 


-31 
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176 


-20 
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67 


433 


Before 


9.9 


10.0 


16 


2.2 


2.1 


.41 


1.3 
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13 
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1.8 


.59 


1.5 


1.1 


% Change 
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-19 


109 
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44 


15 


57 
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Average % Change 



Unfilled 
Mineral- Filled 
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Many variations of the present invention are possible. The invention is not limited to the embodiments 
illustrated and described but encompasses all the subject matter within the scope of the appended claims. 



Claims 
1 



A process for reducing the anisotropy of an anisotropic polymer film comprising calendering said film, 
in a direction other than that in which said film is oriented, with a roll having a temperature sufficient to 
soften said film. 



2. A process according to claim 1 wherein said film is calendered by passing said film between two nip 
rolls having a gap therebetween that is smaller than the thickness of said film, both said rolls having a 
temperature sufficient to soften said film. 

3. A process according to claim 2 wherein said calendering direction is approximately perpendicular to 
said direction of orientation. 

4. A process according to claim 1 wherein said calendering direction is approximately perpendicular to 
said direction of orientation. ■ •- 
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5 A process according to claim 1 further comprising placing a release film between said polymer film and 
said roll to prevent adhesion of said polymer film to said roll during calendering. 

6. A process according to claim 1 wherein said temperature is in the approximate range of 1 50-270 • C. 

7. A process for treating a polymer film having an anisotropic molecular orientation comprising the steps 

° f - heating a pair of nip rolls to a temperature sufficient to soften said film; 

- adjusting the gap between said rolls to a size less than the thickness of said film; and, 

-■ calendering said film by feeding said film through said gap in said rolls in a direct.on approxi- 
mately perpendicular to the direction of anisotropic orientation. 

8. A process for treating a polymer film having an anisotropic orientation comprising the steps of: 

- heating a pair of nip rolls to a temperature sufficient to soften said film; 
. sandwiching said film between layers of a release film; 

- adjusting the gap between said rolls to a size less than the thickness of said film sandwich; and, 
calendering said polymer film by feeding said film sandwich through said gap in said rolls in a 
direction approximately perpendicular to the direction of anisotropic orientation, 

9. A process according to claim 8 wherein said temperature is in the approximate range of 1 50-270 * C. 

10. A polymer film obtainable according to a process as claimed in any of claims 1 to 9. 
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FIG. 1 

Effect Of Transverse Rolling On 
Transverse Tensile Strength Of Vectra 
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© Modification of LCP film by nip rolls. 

© A method for reducing the anisotropy of an LCP 
film and producing a film having modified or more 
balanced properties. The film is calendered by one 
or more nip rolls in the transverse direction at a 
temperature sufficient to soften the polymer film so 
that it will flow under pressure from the rolls, but not 
so high as to melt the polymer. The nip roil gap and 
pressure may be set to produce various drawdown 
ratios. Generally, the greater is the drawdown ratio, 
the greater is the modification in the film's prop- 
erties. 
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